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Attorney's Docket No. 025219-390 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



In re Patent Application of 
Gerstenmayer, et al. 
p, Application No.: Unassigned 
O Filed: Herewith 

jj For: RADIATION DETECTOR USING A 
t COMPOSITE MATERIAL AND 

= PROCESS FOR MANUFACTURING 

THIS DETECTOR 

f 1 

% PRELIMINARY AMENDMENT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Prior to examination, please amend the subject application as follows: 



Group Art Unit: Unassigned 
Examiner: Unassigned 



IN THE SPECIFICATION 

Please amend the specification by inserting before the first line the sentence: 
"This application is a national phase of PCT/FR00/02634 which was filed on September 
22, 2000, and was not published in English. " 



Application Serial No. Unassigned 
Attorney's Docket No. 025219-390 

IN THE CLAIMS : 

Please amend claim 3 as follows: 

3. (Amended) Detector according to claim 1, in which the mobility of the electric charges 
in the polymer is greater than 10" 6 cm 2 /V/sec. 

J* Please amend claim 5 as follows: 

5. (Amended) Detector according to claim 1, in which the guest particles are capable of 
iil producing electric charges by direct interaction with the incident radiation or by interaction 

with other electric charges produced by interaction of this incident radiation with the host 
jst matrix. 

B 

M 
I 

W Please amend claim 6 as follows: 

6. (Amended) Detector according to claim 1, in which the guest particles are chosen from 
the group comprising grains of at least one semiconductor powder and semiconducting 
colloidal particles. 

Please amend claim 7 as follows: 

7. (Amended) Detector according to claim 1, in which the guest particles have a mean 
atomic number higher than 14, an average density greater than 2 gm.cm" 3 and an average 
relative permittivity greater than 10. 
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Please amend claim 8 as follows: 

8. (Amended) Detector according to claim 1, in which the guest particles are coated in a 
material preventing agglomeration of these guest particles. 

Please amend claim 9 as follows: 

9. (Amended) Detector according to claim 1, in which the first material is electrically 
conductive, the tracks (22) are electrically insulated from the sheets (4) and the means for 
creating the electric field furthermore comprise means (26) for applying an electric voltage 
between the tracks and the sheets, this voltage being able to provoke collection of charges 
by the tracks. 

Please amend claim 10 as follows: 

10. (Amended) Detector according to claim 1, in which each group of tracks (22) is 
contained in the layer (6) with which it is associated. 

Please amend claim 12 as follows: 

12. (Amended) Detector according to claim 1, in which the sheets (4) are electrically 
insulating, an electrically conductive layer (46) is interposed between each layer of 
composite semiconducting material and the sheet associated with it and the means of 
creation of the electric field furthermore comprise means (26) for application of an electric 
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voltage between the tracks (22) and the electrically conductive layers (46), this voltage 
being capable of provoking the collection of charges by the tracks. 

PLEASE ADD THE FOLLOWING CLAIMS: 

15. Detector according to claim 2, in which the mobility of the electric charges in the 
^ polymer is greater than 10" 6 cnrVV/sec. 

3 

i 

Q 16. Detector according to claim 4, in which the guest particles are capable of producing 
til electric charges by direct interaction with the incident radiation or by interaction with other 

| ! electric charges produced by interaction of this incident radiation with the host matrix. 

}\ 
¥- 
Q 

|1| 17. Detector according to claim 5, in which the guest particles are chosen from the 
group comprising grains of at least one semiconductor powder and semiconducting 
colloidal particles. 

18. Detector according to claim 6, in which the guest particles have a mean atomic 
number higher than 14, an average density greater than 2 gm.cm" 3 and an average relative 
permittivity greater than 10. 

19. Detector according to claim 7, in which the guest particles are coated in a material 
preventing agglomeration of these guest particles. 
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20. Detector according to claim 8, in which the first material is electrically conductive, 
the tracks (22) are electrically insulated from the sheets (4) and the means for creating the 
electric field furthermore comprise means (26) for applying an electric voltage between the 
tracks and the sheets, this voltage being able to provoke collection of charges by the tracks. 

21 . Detector according to claim 8, in which each group of tracks (22) is contained in the 
layer (6) with which it is associated. 

22. Detector according to claim 8, in which the sheets (4) are electrically insulating, an 
electrically conductive layer (46) is interposed between each layer of composite 
semiconducting material and the sheet associated with it and the means of creation of the 
electric field furthermore comprise means (26) for application of an electric voltage 
between the tracks (22) and the electrically conductive layers (46), this voltage being 
capable of provoking the collection of charges by the tracks. 
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REMARKS 

Entry of the foregoing amendment to the Specification is requested to comply with 
the requirements of 37 C.F.R. 1.78(a)(2). 

The claims of the subject application have been amended to avoid multiple 
dependency. Favorable consideration of the subject application is respectfully requested. 

Attached hereto is a marked-up version of the changes made to the claims by the 
current amendment. The attached page is captioned " Version wi th markin gs to show 
changes made. " 



Respectfully submitted, 

Burns, Doane, Swecker & Mathis, l.l.p. 




Registration No. 25,885 

Post Office Box 1404 
Alexandria, Virginia 22313-1404 
(650) 622-2300 



Date: February 20, 2002 



Application Serial No. Unassigned 
Attorney's Docket No. 025219-390 



VERSION WITH MARKINGS TO SHOW CHANGES MADE 

In the claims: 

Claims 3, 5 - 10, and 12 have been amended as follows: 

3. Detector according to one or the othei of claims 1 and^, in which the mobility of the 
electric charges in the polymer is greater than 10" 5 cm 2 /V/sec. 

p 5. Detector according to any one of claims 1 to-4, in which the guest particles are 

h capable of producing electric charges by direct interaction with the incident radiation or by 

0 interaction with other electric charges produced by interaction of this incident radiation 

gl with the host matrix. 

4 

& 6. Detector according to any one of claims 1 1^5, in which the guest particles are chosen 

|| from the group comprising grains of at least one semiconductor powder and semiconducting 

~ s colloidal particles. 

7. Detector according to any one of claims 1 to-6, in which the guest particles have a 
mean atomic number higher than 14, an average density greater than 2 gm.cnr 3 and an 
average relative permittivity greater than 10. 

*•* 8. Detector according to any one of claims 1 te^T-, in which the guest particles are coated 
in a material preventing agglomeration of these guest particles. 

9. Detector according to any one of claims 1 to-8, in which the first material is 
electrically conductive, the tracks (22) are electrically insulated from the sheets (4) and the 
means for creating the electric field furthermore comprise means (26) for applying an 
electric voltage between the tracks and the sheets, this voltage being able to provoke 
collection of charges by the tracks. 

10. Detector according to any one o f claims 1 to-8, in which each group of tracks (22) is 
contained in the layer (6) with which it is associated. 

12. Detector according to any one of claims 1 to-8, in which the sheets (4) are electrically 
insulating, an electrically conductive layer (46) is interposed between each layer of 
composite semiconducting material and the sheet associated with it and the means of 
creation of the electric field furthermore comprise means (26) for application of an electric 
voltage between the tracks (22) and the electrically conductive layers (46), this voltage 
being capable of provoking the collection of charges by the tracks. 

Claims 15-22 have been added. 
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RADIATION DETECTOR USING A COMPOSITE MATERIAL AND 
PROCESS FOR MANUFACTURING THIS DETECTOR 

Technical domain 

The present invention relates to a detector of 
radiation together with a process for manufacturing 
this detector. 

The invention applies in particular to two- 
5 dimensional detection of ionising radiations such as, 
for example, X-ray photons, gamma photons, protons, 
neutrons and muons. 

In particular, it can be applied to radiography 
and radioscopy. 

10 

State of Prior Art 

In the field of X-ray imaging, there is a great 
demand for biomedical applications (X-rays with 
energies from 10 keV to 100 keV) , for non destructive 
15 testing applications (X-rays with energies from 100 keV 
to 10 MeV) and nuclear instrumentation applications 
(X-ray energies from 0.5 MeV to 10 MeV) . 

Concerning the above applications, there is a need 
for detectors with large surfaces able to replace 
20 radiological films by digitised imaging systems (in 
which the images are stored under digital form) . 

For other applications, there is a need for 
producing detectors or sensors allowing ultra-rapid 
acquisition of images or time signals, the time of 
25 acquisition of an image being able to be as low as one 
pico-second, whilst the reading time may be longer. 
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From an economic point of view, there is also a 
need for panels of photo-sensors of very large format, 
permitting cost effectiveness for the photovoltaic 
effect for producing electrical energy. 

Various laboratories are at present developing 
detectors using solid semiconductors (which can be 
monocrystalline or polycrystalline or even amorphous) 
as for example silicon, diamond (obtained by chemical 
deposit in vapour phase) CdTe or GaAs and their alloys. 

All these solid semiconductors lead to detectors 
with high production costs, taking into account the 
time needed for the chemical deposit in vapour phase or 
the crystal growth of semiconductors. 

Other detectors known in prior art use 
scintillation counters, but the latter need optical 
reading systems whose costs adds to that of the 
scintillation counters. 

It is also known from prior art how to digitise 
the images which are recorded on a radiological film, 
but such a method requires a chemical development phase 
which rules out any real time diagnosis and also 
represents an incompressible part of the cost of 
implementation of this method. 

Description of the invention 

The present invention relates to a detector of 
radiation, a detector capable of having a large surface 
and with low manufacturing cost. 

In order to do this, the detector which is the aim 
of the invention uses a composite material whose host 



B 13218.3 PV 



matrix is a polymer, a material which can be obtained 
inexpensively in the form of large surface layers. 

Precisely, the aim of the present invention is a 
detector of incident ionising radiation constituted of 
primary particles, this detector being characterised in 
that it comprises: 

- layers of a semiconducting composite material 
comprising a host matrix made of a polymer and guest 
particles of the semiconductor type dispersed 
throughout the host matrix, at least these guest 
particles being capable of interacting directly or 
indirectly with the radiation, electric charges being 
produced in the layers of composite material from the 
interaction of the guest particles with the radiation, 

- means for creating an electric field in the 
layers of composite material, the host matrix being 
capable of transporting the electric charges under the 
action of this electric field and thus making it 
possible to exploit these electric charges, and 

- a stack of sheets of a first material which is 
capable of emitting secondary particles by interaction 
with the incident ionising radiation, the layers of 
composite material alternating with the sheets of the 
first material and being able to be ionized by the 
secondary particles, each of the layers being 
associated with one of the sheets, 

the stack having first and second opposite faces, 
each containing respective edges of sheets and layers, 
the detector being intended to be oriented such that 
the ionising radiation arrives on the first face, the 
length of each sheet, counted from the first to the 
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second face, being at least equal to the tenth of the 
mean free path of the primary particles in the first 
material, the means for creating the electric field 
comprising, for each layer, a group of parallel and 
electrically conductive tracks which extend from the 
first to the second face, parallel to this layer, and 
which are in contact with it, the tracks also being 
intended to collect the charges produced in this layer 
by interaction between it and the secondary particles 
and possibly with the primary particles and which are 
representative, in intensity and in position, of the 
primary particles, the electric field also being 
capable of provoking the collection of charges by the 
tracks . 

The polymer can be chosen from the group 
comprising semiconducting polymers and electrically 
insulating polymers. 

Preferably, a polymer is chosen in which the 
mobility of the electric charges is higher than 
1CT 6 cm 2 /V/sec. 

Preferably this polymer is chosen from the group 
comprising polyphenylenevinylene (PPV), polythiophene, 
polyaniline, polypyrrol and polydiacetylene . 

It can also be another biological molecule, for 
example DNA. 

The guest particles can be able to produce 
electric charges by direct interaction with the 
incident radiation or by indirect interaction with the 
latter, for example by interaction with other electric 
charges produced by interaction of the incident 
radiation with the host matrix. 
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These guest particles can be chosen from the group 
comprising grains of at least one semiconductor powder 
and semiconducting colloidal particles. 

Preferably, the guest particles have a mean atomic 
number higher than 14, an average density greater than 
2 gm.cm" 3 and an average relative permittivity greater 
than 10. 

The guest particles can be coated in a material 
preventing their agglomeration. 

According to a preferred embodiment of the 
invention, the first material is electrically 
conductive, the tracks are electrically insulated from 
the sheets and the means for creating the electric 
field furthermore comprise means for applying an 
electrical voltage between the tracks and the sheets, 
this voltage being capable of provoking the collection 
of charges by the tracks. 

Preferably, each group of tracks is contained in 
the layer to which it is associated. 

In this case, according to another preferred 
embodiment, the first material is electrically 
conductive and the means for creating the electric 
field furthermore comprise means for applying an 
electrical voltage between the tracks and the sheets, 
this voltage being capable of provoking the collection 
of charges by the tracks. 

According to another preferred embodiment, the 
sheets are electrically insulated, an electrically 
conductive layer is interposed between each layer of 
composite semiconducting material and the sheet 
associated with it and the means of creation of the 



B 13218.3 PV 



6 



electric field furthermore comprise means for 
application of an electrical voltage between the tracks 
and the electrically conductive layers, this voltage 
being capable of provoking the collection of charges by 
5 the tracks. 

The present invention also concerns a process for 
manufacturing the detector, the subject of the 
invention . 

10 Brief description of the drawings 

The present invention will be better understood by 
reading the description of examples of embodiments 
given below, purely indicative and entirely non- 
limiting, with reference to the attached drawings in 

15 which: 

- figure 1 is a diagrammatic and partial cross- 
section of a radiation detector useful for 
understanding the invention, 

- figure 2 is a diagrammatic view from above of a 
20 particular embodiment of a radiation detector useful 

for understanding the invention, 

- figure 3 is a diagrammatic and partial view in 
perspective of another particular embodiment of a 
radiation detector useful for understanding the 

25 invention, 

- figure 4 is a diagrammatic view in perspective 
of a two-dimensional detector of ionizing radiation 
according to the invention, 

- figure 5 is a diagrammatic and partial view of 
30 the detector of figure 4, according to plane P of 

figure 4, 
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- figure 6 is a diagrammatic cross-section in 
perspective of an embodiment variant of the detector of 
figure 4, and 

- figure 7 is a diagrammatic and partial view of 
another embodiment variant of the detector of figure 4. 

Detailed description of particular embodiments 

The radiation detector, which is diagrammatically 
and partially represented in cross-section in figure 1, 
is intended to detect an incident radiation R. 

This detector comprises a layer of a composite 
material MC comprising a host matrix MH in which solid 
guest particles PI are dispersed. The thickness of this 
layer is for example of the order of 1 jam to 1 mm. 

The detector also comprises two electrodes el and 
e2 between which the layer MC is comprised. 

In the case where the radiation R must cross one 
of the electrodes el and e2 to reach the layer MC, this 
electrode (for example the electrode el) must be made 
of a material allowing passage of this radiation R. 

The host matrix M is made of a polymer. The 
implementation techniques for polymers make it possible 
to produce large surface layers (of the order of 1 m 2 ) 
at very low cost. In order to obtain such layers, one 
can proceed by painting, serigraphy, moulding, casting, 
quenching or deposit (for example by a projection 
technique) or in situ polymerisation on the particles. 

The proportion of guest particles in the host 
matrix is, for example, of the order of 1% to 70% by 
volume according to the detector one wishes to form. 
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These guest particles are, if necessary, coated 
with a compound preventing their agglomeration. 

The polymer of the host matrix M can be 
semiconducting or electrically insulating. The electric 
5 charges reach the electrodes through conduction in the 
first case and by capacitive induction in the second 
case . 

Preferably one uses a polymer in which the 
electric charges have a mobility which is greater than 
10 10~ 6 cm 2 /V/sec. 

For example one can use a semiconducting polymer 
such as polyphenylenevinylene (PPV), polythiophene , 
polyaniline, polypyrrol or polydiacetylene . These 
polymers are all macro-molecules whose "skeleton" 
15 possesses a periodic alternation of single bonds and 
double or triple bonds between carbon atoms or hetero 
atoms such as nitrogen. 

Such polymers are characterised by a high mobility 
of holes, of the order of 1CT 4 cm 2 /V/sec to 1 cra 2 /V/sec. 
20 One can also use polyvinyl carbazole which is 

characterised by a mobility of holes which is greater 
than 10" 6 cm 2 /V/sec. 

An insulating polymer such as isooctane, with a 
high electron mobility, of the order of 10" 4 cm 2 /V/sec 
25 to 1 cm 2 /V/sec can also be used. 

The guest particles introduced into the host 
matrix have a high stopping power vis-a-vis the 
incident radiation R. Their function is to capture this 
radiation (which can be X-rays or gamma rays) and to 
30 convert them into electric charges. 
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Taking into account their function, these guest 
particles should have a mean atomic number, an average 
density and an average relative permittivity 
respectively higher than the mean atomic number, the 
5 average density and the average relative permittivity 
of the polymer. 

Preferably, one uses guest particles with a mean 
atomic number higher than 14, an average density higher 
than 2 gm/cm 3 and an average relative permittivity 
10 higher than 10. 

Preferably, these guest particles come from a 
semiconductor powder (for example CdTe, ZnS, ZnSe or 
ZnTe) , whose grains have sizes of the order of 1 nm to 
100 urn, or even colloidal particles of this 
15 semiconductor. 

Instead of a semiconductor, one can use a metal 
(for example Zn, Ag or Mg) in finely divided state or a 
photoelectric material (for example Csl or another 
material used for photo-cathodes) , preferably in the 
20 ultra-divided state, to facilitate the exit of 
electrons produced under the impact of incident 
radiation . 

One can even use grains of mixtures of powders of 
different nature or different granulometry . 

25 The guest particles can also be chosen to convert 

ionizing particles into electrons as for example 
secondary electrons produced in the host matrix 
following the interaction of the latter with the 
incident radiation. 

30 Thus one can detect particles such as neutrons, 

protons or a-particles (note that the polymer, which 
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contains many protons, is capable of detecting these 
particles) . 

The electrodes are intended for application of the 
electric field allowing transport, through the host 
5 matrix, of charges produced by the guest particles. In 
certain detectors useful for understanding the 
invention, these electrodes furthermore make it 
|4 possible to collect these charges and thus to measure 

the current produced by the incident radiation in the 
- : ; 10 layer of composite material, which enables measurement 

|;1 of a dose rate. 

" These electrodes can be made of a metal (for 

» example chromium, tungsten, silver or gold) or a semi- 

-~ metal (for example indium oxide or ITO, that is to say 

; 15 indium oxide doped with tin) but their nature can also 

Q be imposed by secondary functions which they may also 

have to ensure, as will be seen below. 

For example, if one wishes them to participate 
also in the conversion of the incident radiation into 
20 electrons, the material constituting these electrodes 
is chosen so as to have a high efficient cross-section 
vis-a-vis this radiation: for example, one chooses a 
heavy metal such as lead or tungsten. 

The electric field applied, continuous or pulsed, 
25 to the layer of composite material through the 
intermediary of electrodes (and with an appropriate 
voltage source connected between the latter) is for 
example of the order of 0.1 V/um to 100 V/um. 

In certain detectors useful for understanding the 
30 invention, the electrodes enable the definition of 
elementary points or pixels of these detectors. Thus 
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these electrodes can form a metallic grid with nodes 
where the pixels are located. 

This is shown diagrammatically in figure 2 which 
provides, seen from above, a view of a detector useful 
5 for understanding the invention comprising a layer MC 
of composite material, a first row of parallel 
electrodes El which are formed on one face of this 
layer, and a second row of parallel electrodes E2 
formed on the other face of the layer MC and which are 

10 perpendicular to the row of electrodes El. 

Circuits CI and C2 are provided for polarising the 
electrodes of the detector in order to create the 
electric field at each crossing of electrodes. 

In the case of figure 2, the pixels are simply 

15 defined by the electric field existing between the 
electrodes. This represents a counting type reading 
configuration. With point-shaped electrodes, as for 
example balls, tips or pads, arranged on a CCD or CMOS 
matrix, one can obtain a parallel reading mode of the 

2 0 images. 

This is shown diagrammatically in figure 3, in 
which one sees another detector useful for 
understanding the invention, comprising a layer MC of 
composite material, a two-dimensional array of 

25 electrodes E3 formed on one face of this layer and an 
electrode E4 constituting a counter-electrode and 
formed on the other face of the MC layer. The radiation 
6 which one wishes to detect arrives in the direction 
of this layer E4 chosen to be transparent to this 

30 radiation. 
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Let us suppose that the charges produced by the 
guest particles under the impact of the incident 
radiation are electrons. 

The electrodes E3 are then earthed and a voltage 
5 source V is provided to bring the electrode E4 to a 
negative potential to create the electric field between 
the electrode E4 and each electrode E3. Furthermore, an 
LC circuit of the CCD type is provided for reading the 
signals provided by the electrodes E3 when radiation is 
10 detected. 

The LC circuit comprises a two-dimensional 
electrode array E5 forming pads which are respectively 
connected to the pads E3 through the intermediary of 
brazed balls B. Furthermore, the pads E5 (and thus the 
15 pads E3) are earthed. 

One now returns to the operation of a detector 
useful for understanding the invention. The guest 
particles serve for converting the radiation into 
electric charges (electrons or holes) . Once 
20 thermalised, these charges, for example electrons, must 
leave the guest particles in order to be collected by 
the electrodes. 

In the case of semiconducting guest particles, one 
can understand the electrical operation of the layer of 
25 composite material MC (figure 1) by assimilating it to 
an assembly of condensers mounted in series. 

In the absence of electric charges with 
sufficiently high mobility in the polymer, one uses the 
fact that the guest particles have a high relative 
30 permittivity s d , for example higher than 10. It is 
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assumed that the polymer itself has a low relative 
permittivity s p , for example lower than 5. 

The electric field produced in the layer of 
composite material, whose average value is equal to the 
5 ratio of the voltage v applied between the electrodes 
to the thickness L of the layer of composite material, 
is applies in unequal manner between the polymer and 
the semiconductor. 

In the absence of radiation, the ratio of the 

10 electric field E p applied to the polymer to the 
electric field E d applied to the semiconductor is 
proportional to the ratio e d /S P - 

In the presence of radiation, the semiconducting 
guest particles convert the photons into electric 

15 charges and thus become conducting. Their internal 
electric field E d then becomes close to 0, the whole 
electric field being then applied to the polymer and E p 
becomes little different from ( v/L ) x ( 1-X 1/3 ) where X is 
the volumic fraction of the guest particles. 

20 This high variation of the internal electric field 

can encourage efficient migration of the electric 
charges within the polymer, which is favourable for a 
good signal/noise ratio for photodetection . 

A reading mode by optical method for a detector 

25 useful for understanding the invention can also be 
envisaged. The polymer of the composite layer of this 
detector or the guest particles must be 
electroluminescent in impulsive mode (AC 

electroluminescent) . One can also add to the polymer of 

30 the composite layer a phosphor which is 
electroluminescent in impulsive mode, for example. 
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The growth of the electric field in an 
electroluminescent polymer in impulsive mode y provokes 
electroluminescence induced by field effect. In this 
case the photo-induced current produced by the 
5 radiation in the appropriate semiconducting guest 
particles is able to be detected or measured by the 
electroluminescence particular to these particles. 

One can use guest particles of ZnS:Mn 2+ , of CaS:Eu, 
; ~ of SrS:Ce or of various semiconductors in the 

ti 10 nanocrystalline state, such as porous silicon which can 

be prepared by cracking hydrides, by decomposition of 
4* chlorides by plasma or by electrochemical attack. 

m 

r . One can then use a layer of composite material for 

example provided with crossed electrodes as in figure 2 
"I 15 and the electrodes can be polarised in order to apply, 

at each of their crossings, a polarisation electric 
field in the layer. The electroluminescence produced 
locally in this layer under the impact of the incident 
radiation is then detected by a two-dimensional array 
20 (not shown) of photodetectors placed opposite one of 
the faces of the layer of composite material. 

In the case where one wishes to produce a detector 
useful for understanding the invention, intended to be 
an element of a solar radiation sensor (photovoltaic 
25 sensor) to convert this radiation into electrical 
energy, one uses a layer of composite material MC 
(figure 1) made of a polymer such as polythiophene with 
guest particles such as particles of ZnS. 

On either side of this layer one forms two 
30 conductive layers, one of which is exposed to the solar 
radiation and is transparent to it (it is, for example, 
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made of ITO) . Between these two conductive layers one 
applies a voltage making it possible to create the 
electric field in the layer of composite material and, 
through the intermediary of the conductive layers, one 
5 recuperates the electric charges produced in the layer 
of composite material under the impact of solar 
radiation through a junction. 
y, A layer of composite material utilisable in the 

M present invention can be produced in various ways, 

irt 10 For example, one can start with a semiconductor 

3 which is satisfactory from the electronic point of 

"+* view, already in powder state (such semiconductors 

in 

s being available commercially) . 

The polymer intended to constitute the host matrix 
15 is first of all dissolved in a solvent, for example 
Z) toluene, and then mixed with the semiconductor powder 

for example using a drum, a mixer-granulator or a pan 
granulator. Even a simple sedimentation may suffice, 
and then one pours off the excess solvent to leave the 
2 0 remaining solvent to evaporate. The homogeneous mixture 
prepared mechanically can be spread out. The solvent 
then evaporates and leaves a composite layer from 
several hundreds of micrometers to several millimetres 
in thickness. 

25 As a variant, one mixes the semiconductor powder 

with a compatible anti-agglomerate added, with the 
monomer intended to form the host matrix and, by 
polymerising, this monomer imprisons the semiconductor 
grains . 

30 Other industrial techniques making it possible to 

bind a powder (for example by dissolving it to form a 
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solution or by dispersion or by humidifying this 
powder) or compacting techniques (of the type used to 
form tablets) or even extrusion techniques can be used 
to obtain the layer of composite material. 
5 The mixture of semiconductor and polymer powder 

dissolved in a volatile solvent can also be spread over 
a complex and/or very large surface, as in the case of 
^ paint spraying. 

It can be advantageous to start from basic 
10 components (for example zinc powder and tellurium 
powder, monomer) to reduce costs still further. 
4* Starting from powders of the constitutive elements 

m 

3 of a semiconductor material, one can enable the 

formation of a good semiconducting stoichiometric 

PJ 

ftj 15 compound by fusion at high temperature. For this, one 

f| can use all the techniques for "rapid solidification" 

fy of powders as in the case of lyophilization (using, for 

example, a drum or turning plate or atomisation in a 
gaseous current) . The powder can then be recuperated 
20 dry and then treated as seen above to form the layer of 
composite material or be taken away directly by the 
polymer solution (or monomer) . 

The techniques for synthesis of powders in vapour 
phase can also be envisaged (for example cracking, 
25 chemical deposit in vapour phase or projection in a 
plasma) . In certain cases, the deposit can take place 
on a cooled substrate, capable of supporting the 
monomer or polymer in solution, or by simultaneous 
evaporation of organic molecules, intended to form the 
30 polymer host matrix. 
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One can also use a simultaneous projection 
technique for the semiconductor powder, by a gaseous 
current, for example a current of nitrogen, resulting 
in more or less molten semiconductor droplets, produced 
5 through the intermediary of a plasma torch, and also 
polymers in the form of droplets. In this case, by 
operating above the natural sintering temperature of 
the powder, one can envisage using other dielectrics 
with high fusion points (for example under the form of 
10 glass or oxides) to form a cermet. 

Using humidity or a sol-gel process, one can also 
include guest particles of a semiconductor in a host 
matrix forming an aerogel and containing a little or a 
lot of polymer. 

15 The electrodes of a detector according to the 

invention can for example be in metal or in ITO or in 
conductive glass or in conductive polymer. Metal 
electrodes can be deposited elect rochemically on the 
layer of composite material whereas electrodes in 

20 conductive glass or conductive polymer can be glued to 
this layer. 

Figures 4 to 7 show diagrams of two-dimensional 
detectors of ionizing radiation produced according to 
the invention. These detectors shown in figures 4 to 7 
25 use a semiconducting composite material. This means 
that the host matrix is of the insulating polymer or 
semiconductor type whereas the guest particles are of 
the semiconductor type. 

These detectors can be produced more rapidly and 
30 in a less costly way than the two-dimensional ionizing 
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radiation detectors known for example from the 
following documents: 

[1] Jean-louis Gerstenmayer, Damien Lebrun and 
Claude Hennion, "Multistep parallel plate avalanche 
5 chamber as a 2D imager for MeV pulsed radiography", 
Proc. SPIE, vol.2859, p. 107 to 114, colloquium 7 to 8 
August 1996, Denver, Colorado, USA. 

[2] J.L. Gerstenmayer, "High DQE performance X- 
and Gamma-ray fast imagers: emergent concepts", 1998 

10 Symposium on Radiation Detection and Measurement, Ann 
Arbor, Michigan, 11 to 14 May 1998, Proceedings in 
Nuclear and Methods in Physics Research A. 

In the example shown in figures 4 and 5, the 
ionizing radiation is constituted of X photons which, 

15 for example, have an energy of 5 MeV. 

The detector of figures 4 and 5 comprises a stack 
2 of sheets 4 of an electrically conductive material 
which is capable of emitting electrons by interaction 
with the X photons of the incident ionizing radiation. 

20 This detector also comprises layers 6 of a 

semiconducting composite material (whose host matrix is 
for example in PPV and the guest particles for example 
in CdTe) which alternate with the sheets 4 and whose 
guest particles are capable of being ionized by the 

25 photo-electrons emitted by the conductive material when 
the latter interacts with the X photons and possibly 
directly, even though in a lower proportion, by the 
primary X photons. 

Each of the layers 6 is associated with one of the 

30 sheets 4. 
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The stack of sheets 4 and layers 6 has a first 
face 8 and a second face 10 which are opposite. 

Each of the faces 8 and 10 contains edges 12 of 
sheets 4 and edges 14 of layers 6 which alternate with 
5 the edges 12 of the sheets 4. 

The detector of figures 4 and 5 is arranged in 
such a way that the sheets 4 and the layers 6 are 
!^ substantially parallel to the direction of the ionizing 

radiation to be detected and that this radiation 
10 arrives on face 8. 
Jif The length of each sheet 4, counted from the face 

4? 8 to the face 10, is at least equal to the tenth of the 

mean free path of the X photons in the conductive 
material constituting the sheets 4. 

m 

pj 15 As can be seen in figures 4 and 5, an incident X 

% photon, whose trajectory has reference 16 in figures 4 

M 

111 and 5, interacts with the conductive material of a 

sheet 4 to produce, by Compton effect, photoelectric or 
pair creation, an electron with high kinetic energy, 
20 whose trajectory is represented by the arrow 18 in 
figure 5. 

In figure 5 an arrow 20 also represents the 
trajectory of the photon with energy lower than that of 
the incident X photon, which results from the 
25 interaction between the latter and the conductive 
material of sheet 4 . 

The detector of figures 4 and 5 also comprises 
groups of parallel and electrically conductive tracks 
22 which extend from the face 8 to the face 10, 
30 parallel to the layers 6. 
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Each group of tracks 22 is associated with one of 
the layers 6 and in contact with it. 

The tracks 22 are intended to collect charge 
carriers which are produced in the layers 6 by 
5 interaction of guest particles of the latter with the 
electrons resulting from the interaction of incident X 
photons with the conductive material constituting the 

* ; f sheets 4. 

O 

I ! These charge carriers are representative, in 

10 intensity and in position, of the incident X photons. 

Figure 5 shows a charge carrier whose trajectory 

Ijl has the reference 2 4 and which results from the 

% interaction of the electron with trajectory 18 with the 

fit guest particles of a layer 6 and this charge carrier, 

2 15 with trajectory 24, is collected by a conductive track 

O- 22 associated with this layer 6. 

PJ 

The detector also comprises means 26 (figure 4) 
for creating the electric field able to provoke the 
transport of charge carriers and then collection of the 
20 latter by tracks 22. 

In the example shown in figures 4 and 5, each 
group of conductive tracks 22 is contained in the layer 
6 with which this group is associated. 

This avoids having to use electrically insulating 
25 supports (for example in plastic or ceramic material) 
for the tracks, supports which take up space and which 
reduce the spatial resolution of the detector, and 
which moreover do not contribute to the actual 
detection itself. 
30 In the case of these figures 4 and 5, the means 26 

are means for applying an electric voltage between the 
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tracks 22 and the sheets 4, this voltage being able to 
provoke the transport of charge carriers and then their 
collection by the tracks 22. 

It is to be noted that the plane of the cross- 
5 section P (figure 4) crosses the conductive tracks of a 
single row of tracks (a horizontal row in figure 4), 
the tracks of this row belonging respectively to the 
layers 6. 

It can also be seen in figure 4 that each group of 

10 tracks is substantially contained in a plane 
perpendicular to the plane P and that this group 
extends substantially from the top of the associated 
layer 6 to the bottom of it. 

In a special embodiment of the invention, not 

15 shown, the material constituting the sheets 4 is still 
electrically conductive but the tracks 22 are no longer 
contained within the layers 6: each group of tracks is 
located at the interface of the corresponding layer 6 
and the sheet of conductive material associated to an 

20 adjacent layer 6. 

In this case, an electrically insulating material 
is provided to insulate the tracks 22 of the sheets 4 
of conductive material but one can still use the same 
means 26 as before. 

25 The detector of figures 4 and 5 is provided with 

an electronic device 30 for reading the electric 
signals provided by the tracks 22 when the latter 
collect the charge carriers. 

It can be seen in figure 5 than one end 32 of each 

30 track 22 is bent back to extend over one edge 14 of the 
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corresponding layer 6, this edge being located on the 
face 10 of the stack of sheets 4 and layers 6. 

The electronic reading device 30 comprises 
electrically conductive pads 34 which are respectively 
5 in contact with the bent ends 32 of the tracks 22 . 

This contact can be made through the intermediary 
of brazed balls 36, for example balls of indium, or 
through the intermediary of electrically conductive 
wires or even by applying the bent ends of the tracks 

10 against the pads of the associated reading device, by 
appropriate means, for example by pressing or with an 
electrically conductive glue. 

It is to be noted that the pads 34 are arranged at 
the same spacing as the bent ends 32 of the tracks 22. 

15 One can use a non-doped semiconducting composite 

material or, on the contrary a doped semiconducting 
composite material of the N type, in which case the 
electrons are the majority charge carriers, or of the P 
type in which case the majority carriers are the holes. 

20 In order to collect the charge carriers, one can 

put the conductive sheets 4 at a negative potential and 
earth the conductive pads 34 (and therefore the tracks 
22) or one can earth the sheets 4 and put the 
conductive pads 34 (and therefore the tracks 22) at a 

25 positive potential. 

In the two cases the holes produced in the layers 
6 are attracted by the sheets 4 of conductive material 
whereas the electrons produced in these layers 6 are 
attracted by the tracks 22 and collected by the latter, 

30 thus supplying the electric signals which are read by 
the device 30. 
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Inversely, one can put the sheets 4 at a positive 
potential and earth the pads 34 or earth the sheets 4 
and put the pads 34 at a negative potential. In the two 
cases the electrons are attracted by the sheets and the 
5 holes are attracted by the tracks and collected by 
them, again providing the electric signals which are 
read by the device 30. 

In each case, the tracks 22 convert, into digital 
and electrical form, the analog image which is 
10 transported by the X-rays which are detected. 

In the example shown in figure 5, all the tracks 
22 are earthed through the intermediary of electrically 
conductive pads 34 and all the sheets of conductive 
material are put at a negative potential by a voltage 
15 source 38. 

In this case, the tracks 22 collect the electrons. 
In order to put all the sheets 4 of conductive 
material at a negative potential (for example equal to 
-500 V) , one uses an electrically insulating plate 40 
20 with one face with electrically conductive parallel 
tracks 42, formed with a spacing equal to that of the 
sheets 4. 

All these tracks 42 are linked to a track 44 also 
formed on this face of the plate 40 and this track 44 
25 is connected to the negative voltage source 38. 

One then applies the face of the plate 40 carrying 
the tracks 42 onto a face of the stack 2 on which also 
appear the edges of the sheets 4, this face being 
different from faces 8 and 10, in such a way that the 
30 tracks 42 come into contact respectively with the edges 
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of the sheets 4, which makes it possible to bring all 
these sheets 4 to the desired negative potential. 

The plate 40 is, for example made of a ceramic or 
a polymer and with the tracks 42 and 4 4 in gold. 
5 The elements 38, 40, 42 and 44 constitute the 

means 2 6 mentioned above. 

Preferably, for reasons of size and speed of 
M reading, the electronic reading device 30 is of the 

~-\ type used in CCD sensors. 

10 For a detector of modest dimensions, one can 

O connect the tracks 22 of the stack 2 directly to the 

pixels of a CCD sensor without coating. 
* In the case of a detector with greater dimensions, 

^ ...... 

f\t one can provxde an intermediary connection matrix 

! : f 15 between the tracks 22 of the stack 2 and the reading 

O device, for example of the CCD type. 

r;.| 

The conductive pads 34 are then set on one of the 
faces of this matrix to be connected respectively to 
the bent-back ends 32 of the tracks 22 and these pads 
20 are connected electrically to the pixels of a reading 
device for example of the CCD type through the 
intermediary of electrical connections which cross this 
matrix . 

The thicknesses of the sheets 4 of conductive 
25 material (or insulator as will be seen below) and the 
layers 6 are fixed to optimise the spatial resolution 
of the detector and the conversion yield (conversion 
and collection of charges) . Preferably, one seeks 
thicknesses as low as possible, typically of the order 
30 of 100 urn to several hundred micrometers. 
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As an example, one can use sheets 4 of conductive 
material whose thickness is of the order of 200 urn and 
layers 6 whose thickness is of the order of 200 pm. 

It should be noted that the structure of a 
5 detector of the type shown in figures 4 and 5 makes it 
possible, relative to hole detectors known in prior art 
from documents [1] and [2] , to improve the yield in a 
spectacular way (of the order of 50%) , with an 
appropriate thickness of material according to the 
10 direction of the radiation to detect, and the spatial 
resolution, which can be of the order of 100 um by 
choosing an appropriate spacing for the tracks 22. 

In fact, in the direction perpendicular to the 
sheets 4 the spatial resolution is determined by the 
15 spacing between the sheets 4 and between the tracks 
(which can be of the order of 50 um to 200 um) . 

For detecting X-rays, preferably one uses a heavy 
metal, for example tungsten or lead. 

As a purely indicative and non-limiting example, 
20 in the case where one wishes to detect X photons with 
energy of 5 MeV, one uses a detector 2 cm thick 
(counting from face 8 to face 10 in figure 1), layers 6 
of PPV 100 pm thick where particles of CdTe are 
dispersed, and sheets 4 of tungsten of 400 pm thickness 
25 with tracks 22 with a spacing of 0.5 mm. These 
dimensions can be reduced if this is necessary, a 
spacing of 100 pm being technologically feasible. 

In the following, one gives an example of a method 
of manufacture of the detector of figures 4 and 5. 
30 The sheets 4 of conductive material can be 

produced by any process whatsoever. 
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Their surface must be sufficiently conductive and 
non-oxidised . 

This surface can be coated, if necessary, with a 
metallic deposit more adapted to producing an ohmic 
5 contact with the material of layers 6, for example a 
layer of gold. 

On the layers 6, in order to form the tracks 22 
which can be in gold or in a metal better adapted to 
the semiconducting composite material used, one can 
10 proceed in the following way: 

- in a manner explained above, one forms a first 
thickness of semiconducting composite material (for 
example 50 um) on one of the faces of one of the 
conductive sheets 4 . 

15 - tracks 22 in gold with, for example, a width of 

5 um, are deposited by evaporation through a mask or by 
a photolithography process, on the semiconducting 
composite material thus deposited, and 

- a second thickness of semiconducting composite 
20 material is deposited on the first thickness in such a 

way as to cover the tracks 22 and to obtain the total 
required thickness of semiconducting composite material 
(for example 100 um) . 

One proceeds in the same way for each conducting 
25 sheet 4. 

As a variant, one can also deposit, on the two 
opposite faces of two successive sheets, a half-layer 
of semiconducting composite material and then form the 
group of tracks on one of the half-layers. 
30 Conductive sheets 4 thus covered are then stacked 

in such a way as to obtain alternate conductive sheets 
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4 and layers 6 and are maintained in contact together 
by a light pressure exerted by appropriate means, for 
example a mechanical device, or by an electrically 
conductive glue. 
5 The detector according to the invention, which is 

shown diagrammatically in cross-section in perspective 
in figure 6, differs from that of figure 4 by the fact 
that the sheets 4 are electrically insulating, for 
example in plastic material, in the case of figure 6, 

10 with the aim of detecting neutrons, for example, and by 
the fact that between each sheet of insulating material 
4 and the corresponding layer 6 one interposes an 
electrically conductive thin film (thickness of the 
order of 5 um to 10 urn) , for example in gold or in 

15 copper, as shown in figure 6. 

In this case one can furthermore bring all the 
electrically conductive layers 46 to the electrical 
potential required relative to the tracks 22, through 
the intermediary of electrically conductive tracks of 

20 the type of tracks 42 formed on the insulating plate 40 
( figure 4 ) . 

Figure 7 is a diagrammatic partial view in 
perspective of an embodiment variant of the detector of 
figure 4 . 

25 In the detector of figure 7, each layer 6 is a 

strand of juxtaposed wires 6a made of the 
semiconducting composite material, each wire 
containing, following its axis, a metallic wire 
constituting a track 22. The wires 6a provided for 

30 these tracks 22 can be obtained by extrusion. 
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1. Detector of incident ionizing radiation (16) 
constituted of primary particles, this detector being 
characterised in that it comprises: 

layers (6) of a semiconducting composite 
material comprising a host matrix made of a polymer and 
guest particles of the semiconductor type dispersed 
throughout the host matrix, at least these guest 
particles being capable of interacting directly or 
indirectly with the radiation, electric charges being 
produced in the layers of the composite material from 
the interaction of the guest particles with the 
radiation, 

- means (22-26) for creating an electric field in 
the layers of composite material, the host matrix being 
capable of transporting the electric charges under the 
action of this electric field and thus making it 
possible to exploit these electric charges, and 

- a stack of sheets (4) of a first material which 
is capable of emitting secondary particles by 
interaction with the incident ionising radiation, the 
layers of composite material alternating with the 
sheets of the first material and being able to be 
ionized by the secondary particles, each of the layers 
being associated with one of the sheets, 

the stack having first (8) and second (10) 
opposite faces, each containing respective edges of 
sheets and layers, the detector being intended to be 
oriented such that the ionizing radiation arrives on 
the first face, the length of each sheet, counted from 



B 13218.3 PV 



29 



the first to the second face, being at least equal to 
the tenth of the mean free path of the primary 
particles in the first material, the means for creating 
the electric field comprising, for each layer, a group 
5 of parallel and electrically conductive tracks (22) 
which extend from the first to the second face, 
parallel to this layer, and which are in contact with 
it, the tracks also being intended to collect the 
charges produced in this layer by interaction between 
10 it and the secondary particles and possibly with the 
primary particles and which are representative, in 
intensity and in position, of the primary particles, 
the electric field also being capable of provoking the 
collection of charges by the tracks. 

15 

2. Detector according to claim 1, in which the 
polymer is chosen from the group comprising 
semiconducting polymers and electrically insulating 
polymers . 

20 

3. Detector according to one or the other of 
claims 1 and 2, in which the mobility of the electric 
charges in the polymer is greater than 10" 6 cm 2 /V/sec. 

25 4. Detector according to claim 3, in which the 

polymer is chosen from the group comprising 
polyphenylenevinylene, polythiophene, polyaniline, 
polypyrrol and polydiacetylene . 

30 5. Detector according to any one of claims 1 to 4, 

in which the guest particles are capable of producing 
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electric charges by direct interaction with the 
incident radiation or by interaction with other 
electric charges produced by interaction of this 
incident radiation with the host matrix. 

6. Detector according to any one of claims 1 to 5, 
in which the guest particles are chosen from the group 
comprising grains of at least one semiconductor powder 
and semiconducting colloidal particles. 

7. Detector according to any one of claims 1 to 6, 
in which the guest particles have a mean atomic number 
higher than 14, an average density greater than 
2 gm.crrf 3 and an average relative permittivity greater 
than 10. 

8. Detector according to any one of claims 1 to 7, 
in which the guest particles are coated in a material 
preventing agglomeration of these guest particles. 

9. Detector according to any one of claims 1 to 8, 
in which the first material is electrically conductive, 
the tracks (22) are electrically insulated from the 
sheets (4) and the means for creating the electric 
field furthermore comprise means (26) for applying an 
electric voltage between the tracks and the sheets, 
this voltage being able to provoke collection of 
charges by the tracks. 
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10. Detector according to any one of claims 1 to 
8, in which each group of tracks (22) is contained in 
the layer (6) with which it is associated. 

5 11. Detector according to claim 10, in which the 

first material is electrically conductive and that 
furthermore the means for creating the electric field 
comprise means (26) for applying an electric voltage 
between the tracks and the sheets, this voltage being 
10 able to provoke collection of charges by the tracks. 

12 . Detector according to any one of claims 1 to 
8, in which the sheets (4) are electrically insulating, 
an electrically conductive layer (46) is interposed 

15 between each layer of composite semiconducting material 
and the sheet associated with it and the means of 
creation of the electric field furthermore comprise 
means (26) for application of an electric voltage 
between the tracks (22) and the electrically conductive 

20 layers (46) , this voltage being capable of provoking 
the collection of charges by the tracks. 

13. Process for manufacturing the detector 
according to claim 11, in which a first thickness of 

25 composite material is formed on each sheet and then the 
tracks are formed on this first thickness and then a 
second thickness of composite material is formed on the 
first thickness so as to cover the tracks, and then the 
sheets are stacked so as to obtain alternate sheets and 

30 layers. 
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14. Process for manufacturing the detector 
according to claim 11, in which, on two opposite faces 
of two successive sheets, a half-layer of composite 
material is deposited, then the group of tracks is 
5 formed on one of the half-layers, and then the sheets 
are stacked in such a way as to obtain alternate sheets 
and layers. 
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ABSTRACT OF THE DISCLOSURE 

RADIATION DETECTOR USING A COMPOSITE MATERIAL AND 
PROCESS FOR MANUFACTURING THIS DETECTOR 

Detector of radiation using a composite material 
and process for manufacturing this detector. 

This detector comprises layers (6) of a 
semiconducting composite material comprising a host 
5 matrix made of a polymer and semiconducting-type guest 
particles dispersed through the host matrix, means (22- 
26) for creating an electric field in these layers and 
a stack of sheets (4) of a first material emitting 
particles by interaction with the radiation, the layers 

10 alternating with the sheets, each of the layers being 
associated with one of the sheets, the stack having 
opposite faces, each containing the edges of the sheets 
and layers, the means of creation of the field 
comprising, for each layer, a group of parallel and 

15 conductive tracks (22) which extend from one face to 
the other, parallel to this layer, and which are in 
contact with it. 

Figure 4 
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WE (I) the undersigned inventor(s), hereby declare(s) that : 

My residence, post office address and citizenship are as stated below next to my name, 

We (I) believe that we are (I am) the original, first, and joint (sole) inventor(s) of the subject matter which is claimed and 
for which a patent is sought on the invention entitled 

RADIATION DETECTOR USING A COMPOSITE MATERIAL AND PROCESS FOR MANUFACTURING THIS 
DETECTOR 

CJ 

C| the specification of which 

l m E3 is attached hereto. 

O 

ji Q was filed on 

lit as Application Serial No. 

; r j and amended on 

| { was filed as PCT international application 

p Number PCT/FROO/0263 4 

|=f on September 22, 2000 

III 

and was amended under PCT Article 19 
on August 10, 2001 



We (I) hereby state that we (I) have reviewed and understand the contents of the above-identified specification, including 
the claims, as amended by any amendment referred to above. 

We (I) acknowledge the duty to disclose information known to be material to the patentability of this application as defined 
in Section 1.56 of Title 37 Code of Federal Regulations. 

We (I) hereby claim foreign priority benefits under 35 U.S.C. § 119 (a)-(d) or § 365 (b) of any foreign application(s) for 
patent or inventor's certificate, or § 365 (a) of any PCT International application which designated at least one country other 
than the United States, listed below and have also identified below, by checking the box, any foreign application for patent or 
inventor's certificate, or PCT International application having a filing date before that of the application on which priority is 
claimed. Prior Foreign Application (s) 

Priority 

Application No. Country Day/month/Year Claimed 



23 SEPTEMBER 1999 Kl YES □ NO 

□ YES □ NO 

□ YES □ NO 

□ YES □ NO 
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We (I) hereby claim the benefit under Title 35, United States Code, § 1 19 (e) of any United States provisional 
application(s) listed below. 



(Application Number) 



(Filing Date) 



(Application Number) 



(Filing Date) 



We (I) hereby claim the benefit under 35 U.S.C. §120 of any United States application(s), or § 365(c) of any PCT 
International application designating the United States, listed below and, insofar as the subject matter of each of the claims of 
this application is not disclosed in the prior United States or PCT International application in the manner provided by the first 
paragraph of 35 U.S.C. § 1 12, 1 acknowledge the duty to disclose information which is material to patentability as defined in 37 
CFR § 1.56 which became available between the filing date of prior application and the national or PCT International filing 
date of this application. 

Status (pending, patented, 



Application Serial No. 



Filing Date 



abandoned) 



I 

i|| And we (I) hereby appoint : William L. Mathis, Registration Number. ]JL333i-Robert S. Swecker, Registration Number 
fliPjSS^Platon N. Mandros, Registration Number 22.124_: Benton S. Duffett Jr., Registration Num ber 22,030 ; Norman H. 
JJStepno, Registration Number JZ2^ZT6; Ronald L. Grudziecki, Registration Numb er 24,970 ; Frederick G. Michaud Jr, 
jj 'Registration Number 26J)03; Alan E. Kopecki, Registration Number 2 5,813; Regis E. Slutter, Registration Number 26,999; 
s Samuel C. Miller III, Registration Number 27,360 ; Robert G. Mukai, Registration Num ber 28.531 : George A. Hovanec, Jr. 
f ^Registration Number_2j$ a 2234James A. Labarre, Registration Numbe r 28,632; E. Joseph Gess, Registration Numb er 28,5 1 0; 

J R. Danny Huntington, Registration Numbe r 27.9Q3j _Eric H. Weisblatt, Registration Numbe r 30,505; J ames W. Peterson, 
% "Registration Numb er 26,057;_T eresa Stanek REA, Registration Number 30 , 477- Rn bert E. Krebs, Registration Number 
j' g5,885j ,William C. Rowland, Registration Numb er 30,888; T . Gene Dillahunty, Registration Num ber 25.42 3: Patrick C. 
* ".Keane, Registration Numbex-3 2,858; B ruce J. Boggs, Jr. Registration Num ber 32,344; William H. Benz, Registration 
I i Numbeji25 J 952; Peter K. Skiff, Registration Number-^e+Tf Richard J. McGrath, Registration Numb er 29,19 5; Matthew 
***L. Schneider, Registration Number 32,814; Michael G. Savage, Registration Number 32,596; Gerald F. Swiss, Registration 
Number 30,113; M ichael J. UrefRegistration Numb er 33,089; Charles F. Wieland IIirRegistration Number_33_£26; Bruce 
T. Wieder, Registration Numbe r 33.81 5 J odd R. Walters, Registration Numbe r 34,040; Ronni S. Jillions, Registration 
Numbe r 31,979 ; Harold R. Brown III, Registration Numbe r 36,341; Allen R. Baum, Registration Numbe r 36,0 86; Steven 
M. Du Bois, Registration Num ber 35,023; Brian P. O'Shaughnessy, Registration Numb er 32,747 ; Kenneth B. Leffler, 
Registration Number 36, 075 .a nd Fred W. Hathaway, Registration Numb er 32,236 our (my) attorneys, with full powers of 
substitution and revocation, to prosecute this application and to transact all business in the Patent Office connected 
therewith; and we (I) hereby request that all correspondence regarding this application be sent to the firm of jgURNS, 
DOANE. SWECKER & MATHIS^ LLP, whose post Office Address is \1737 King Street #400, Alexandria, Virginia 

223 14^2 727. \ ' " ~ 

We (I) declare that all statements made herein of our (my) own knowledge are true and that all statements made on 
information and belief are believed to be true ; and further that these statements were made with the knowledge that willful 
false statements and the like so made are punishable by fine or imprisonment, or both, under Section 1001 of Title 18 of the 
United States Code and that such wilful false statements may jeopardise the validity of the application or any patent issuing 
thereon. 

cO 

V"" GERSTENMAYER Jean-Louis 




*3>S Ui's ft***- <At#"Tt*w fir^«5 



Signature of Inventor 

Fehrnary 1-1 , 2002 



££&2S*atH#t&i Jl< Citizen of :_ 



Post Office Address : The same as residence 



Date 



Jp 
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NUNZI Jean-Michel 



NAME OF SECOND INVENTOR Q 3 /lo-t^th .yb>- C 2>^-&^4~< 

f\ Citizen 



Signature of Inventor 

Post Office Address : The same as residence 

February 11,^ 2002 
Date 



NAME OF THIRD INVENTOR 



Signature of Inventor 

Post Office Address : The same as residence 



NAME OF FOURTH INVENTOR 



Signature of Inventor 

Post Office Address : The same as residence 



NAME OF FIFTH INVENTOR 



Signature of Inventor 

Post Office Address : The same as residence 



Date 



